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Field of the Invention 

The invention relates generally to the chemical vapor deposition (CVD) 
of platinum group metals on an integrated circuit structure as a continuous film 
and with good step coverage. The invention also relates to integrated circuits 
having a platinum group metal layer, used, for example, as the lower electrode in a 
capacitor. 

Discussion of Related Art 

Because of their high corrosion resistance, microelectronic devices 
having platinum group metals are desired in applications where great reliability is 
desired and also where a corrosive atmosphere may be present. It is desired to 
develop a process for continuous good step coverage using platinum group metals. 

The invention relates to the formation of a continuous film layer of 
platinum group metal by CVD. The invention may find many uses where a thin 
uniformdayer of platinum group metal is needed. For example, the invention is 
useful in the computer microchip industry, such as for the undercoating electrode 
of a dielectric memory in a semiconductor device. The invention relates to a 
chemical vapor deposition method to deposit the platinum group metal onto a 
surface. The starting material for preparation of the platinum group metal film may 
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be any organic platinum group metal precursor suitable for deposition of the 
platinum group metal. 

5 Unfortunately, the conventional methods of depositing platinum films 

suffer drawbacks in that these methods are unable to consistently create a 
continuous uniformly thin platinum film that additionally has good step coverage. 

1 0 These conventional prior methods include vacuum deposition methods, sputtering 

methods and even chemical vapor deposition. Even in the conventional chemical 
vapor deposition methods it is difficult to create a continuous uniform platinum 

^ ^ film and one with good step coverage. 

This is likely due to the fact that when conventional platinum precursors 
are used in the conventional chemical vapor deposition methods, it is difficult to 

2 0 control the nucleation rate of the platinum films. At the outset of the platinum 

deposition process, the nucleation rate of the platinum film onto the surface of the 
substrate is very slow; however, once nucleation does begin the deposition rate of 

2 5 the platinum film onto the surface increases significantly. In fact, it is difficult to 

control er even slow the rate of deposition once the conventional methods begin 
depositing platinum onto the surface of the substrate. In the conventional 
methods therefore, it is difficult to begin the deposition process and even more 

30 

difficult to control the deposition rate so as to arrive at a uniform thin platinum 
film having good step coverage. 
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In semiconductor processing, controlling the rate of deposition of a film 
is one important characteristic to a processing method. The conventional platinum 
deposition methods are unable to consistently control the deposition rate of the 
platinum film so as to consistentiy arrive at a platinum film that has sufficient 
physical properties to be useful in integrated circuits. 

One example of the use of a platinum metal according to the 
conventional methods is discussed with reference to Fig. 12. A platinum layer 210 
is deposited onto the surfaces of a deep container capacitor 200. The platinum 
layer 210 is formed by CVD deposition using a conventional platinum precursor. 
As the process begins, a platinum film 210 forms on the upper layer 220 of the 
capacitor 200. Since it is difficult to control the deposition rate of the platinum 
layer 210, the platinum layer 210 quickly forms a thick layer on the upper layer 220 
of the capacitor 200. As a result, the quickly formed platinum layer 210 pinches 
together over the opening 230 in the capacitor 200 and very little platinum is able 
to form on the inside walls 240 or the bottom 250 of the capacitor 200. Thus, in 
this process, an inconsistent platinum film is formed on the inside walls 240 and the 
bottom 250 of the capacitor 200 without good step coverage. 

One prior solution to increase the smoothness of the film deposited was 
to increase the temperature at which the metal is deposited. When the temperature 
at which the conventional CVD process operates is increased, the growth rate of 
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the platinum also increases. While increasing the temperature does result in a 
smoother film, the increased temperature also increases the deposition rate, 
resulting in poor step coverage, as previously described. If the temperature of the 

5 

CVD process is decreased, the growth rate of the platinum also decreases, resulting 
in better step coverage; however, when the temperature of the CVD process is 
decreased the carbon content of the film increases, resulting in poor film quality. 

10 

To reduce the carbon content of the film, the conventional methods 
added oxygen to the CVD process. The oxygen removed some of the carbon from 
^ ^ ' the platinum film; however, the oxygen also increased the deposition rate of the 
platinum resulting in a film similar to the high temperature deposited film 
described above. Thus, the conventional methods are unable to achieve both good 
step coverage and a smooth continuous film, which is especially important in the 

20 

manufacture of an integrated circuit. 

25 

Summary of the Invention 

The present invention overcomes the drawbacks of the conventional 
methods and provides a CVD method that produces a smooth, uniform, 
continuous film of a platinum group metal that also has good step coverage. The 
invention includes the addition of nitrous oxide (N 2 0) and oxygen in combination 
as a component during the CVD process in order to control the deposition rate of 
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the platinum group metal, which results in a continuous film having good step 
coverage. 

The invention provides a process for depositing a platinum metal on a 
substrate which includes the steps of flowing a gas having saturated therein a 
platinum precursor over the substrate at a selected temperature and pressure in the 
presence of both oxygen (0 2 ) and nitrous oxide (N 2 0). The selected operating 
temperature is a temperature at which the platinum group metal deposits on the 
substrate, but less than a temperature at which the platinum group metal fails to 
smoothly deposit on the substrate. The pressure at which the process operates is a 
pressure at which the platinum group metal will deposit on the substrate in a 
continuous film while maintaining good step coverage. By carrying out this 
process, a platinum group metal film may be deposited on the exposed portions of 
the substrate in a uniform film. 

The above and other advantages and features of the invention will be 
more clearly understood from the following detailed description which is provided 
in connection with the accompanying drawings. 
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Brief Description of the Drawings 

Fig. 1 is a schematic view of one embodiment of an apparatus used in 
the present invention. 

Fig. 2 is a microscopic photograph of a platinum film deposited on 
silicon (Si) according to a method of the present invention. 

Fig. 3 is a microscopic photograph of a platinum film deposited on Si 
according to a conventional method. 

Fig. 4 is a diagrammatic cross-sectional view of a portion of a 
semiconductor wafer at an early processing step according to one embodiment of 
the present invention. 

Fig. 5 is a diagrammatic cross-sectional view of a portion of a 
semiconductor wafer at a processing step subsequent to that shown in Fig. 4. 

Fig. 6 is a diagrammatic cross-sectional view of a portion of a 
semiconductor wafer at a processing step subsequent to that shown in Fig. 5 . 

Fig. 7 is a diagrammatic cross-sectional view of a portion of a 
semiconductor wafer at a processing step subsequent to that shown in Fig. 6. 
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Fig. 8 is a diagrammatic cross-sectionai view of a portion of a 
semiconductor wafer at a processing step subsequent to that shown in Fig. 7. 

Fig. 9 is a diagrammatic cross-sectional view of a portion of a 
semiconductor wafer at a processing step subsequent to that shown in Fig. 8. 

Fig. 10 is a diagrammatic cross- sectional view of a portion of a 
semiconductor wafer at a processing step subsequent to that shown in Fig. 9 
showing a platinum lower electrode. 

Fig. 1 1 is a diagrammatic cross -sectional view of a portion of a 
semiconductor wafer at a processing step subsequent to that shown in Fig. 10. 

Fig. 12 is a diagrammatic cross-sectional view of a portion of a 
semiconductor wafer with a platinum layer deposited according to the conventional 



Detailed Description of the Preferred Embo diments 

The platinum group metals which can be deposited onto the surface of a 
substrate according to the present invention include Ru, Rh, Pd, Os, Ir or Pt or 
mixture thereof. These platinum group metals are deposited by bubbling an 
organic platinum group metal precursor containing the desired platinum group 
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metal into a non-reactive flow gas. Preferably the platinum group metal is 
platinum. 

The organic platinum group metal precursor may be any suitable organic 
compound which will allow the metal to deposit from the gas phase onto a 
substrate under CVD conditions. The organic precursor are may be, for example, 
cyclopentadienyl trimethylplatinum (IV), (C g H 5 )Pt(CH 3 ) 3 , (hereinafter abbreviated 
as "(Cp)PtTM") or a derivative thereof such as, methylcyclopentadienyl 
trimethylplatinum CH 3 (C s H s )Pt(CH 3 ) 3 (hereinafter abbreviated as 
"Me(Cp)PtTM," platinum beta-diketonates, platinum bis-(acetyl-acetonate), 
dimethyl platinum cyclopentadienide or dialkyl platinum dienes. Preferably the 
organic platinum precursors are (Cp)PtTM or Me(Cp)PtTM. Suitable organic 
precursors for the Ru, Rh, Pd, Os and Ir metals may also be used. 

The carrier gas into which the organic platinum group precursor is 
bubbled may be any suitable gas, preferably a non-reactive gas. The purpose of the 
carrier gas is to transport the organic platinum group precursor to the CVD 
deposition chamber in gaseous form so that the metal can be deposited onto the 
surface of a substrate in the chamber. Suitable non-reactive gases include helium, 
nitrogen, neon, argon, krypton, and xenon. Preferably the carrier gas is selected 
from helium, argon and nitrogen, most preferably helium. The carrier gas may also 
comprise mixtures of the non-reactive gases. 
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The non-reactive gas, together with the organic platinum group 
precursor dissolved therein, is fed into the CVD deposition chamber at a rate of 
about 50 to about 500 standard cubic centimeters per minute ("seem"), more 
preferably from about 100 to about 250 seem, most preferably about 200 seem. 
The flow rate of the non-reactive gas to be fed to the CVD deposition chamber is 
determined based on platinum group metal to be deposited as well as the substrate 
on which the metal is to be deposited. The non-reactive gas flow rate may also vary 
depending upon the temperature and pressure at which the deposition takes place, 
or the bubbler temperature. 

The flow gas is fed to the CVD deposition chamber together with both 
oxygen and nitrous oxide. The oxygen/nitrous oxide mixture includes from about 
5% by volume to about 95% by volume of oxygen and from about 95% by volume 
to about 5% by volume of nitrous oxide. Preferably the gas mixture includes from 
about 40% by volume to about 60% by volume of oxygen and from about 60% by 
volume to about 40% by volume of nitrous oxide, most preferably about 50% by 
volume of oxygen and about 50% by volume of nitrous oxide. The exact 
percentages of each gas to be fed to the CVD deposition chamber is determined 
depending upon the platinum group metal to be deposited as well as the substrate 
on which the metal is to be deposited. The gas mixture may also vary depending 
upon the temperature and pressure at which the deposition takes place. While not 
wishing to be bound by theory, it is believed that if the deposited film is rough, the 
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percentage of oxygen should be decreased and the percentage of nitrous oxide in 
the mixture should be increased to provide a continuous film. 

The oxygen and nitrous oxide are fed to the CVD deposition chamber at 
a rate from about 1500 seem to about 2500 seem, depending upon the mixture of 
the gases. Preferably the gases are fed in a 50/50 mixture to the CVD deposition 
1 0 chamber. Thus, the rate at which the gases are fed to the CVD chamber is 

preferably about 900 seem oxygen and 900 seem nitrous oxide. 

The temperature at which the CVD deposition process is operated can 

15 

range from about 200°C to about 600°C, preferably from about 250°C to about 

300°C, most preferably about 275°C. The pressure at which the CVD deposition 

* 

process is operated can range from about 1 to about 1000 Torr. Preferably the 
20 pressure is from about 10 Torr to about 50 Torr, most preferably about 15 to 

about 30 Torr. The temperature and pressure of the CVD deposition process 

depends upon the platinum group metal which is to be deposited as well as the 
2 5 substrate on which the metal is to be deposited as well as the other reaction 

parameters. 

The CVD deposition of the invention is useful for depositing any of the 

30 

platinum group metals onto the surface of any substrate. While the process is 
useful for deposition of the platinum group metal onto any surface, the surface on 
which the platinum group metal is to be deposited is preferably those materials 
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found in the fabrication of integrated circuits. For example, a platinum group 
metal may be deposited according to the invention onto borophosphosilicate glass 
(BPSG), silicon, TiN, Ti, oxides, polysiiica glass (PSG), Si 3 N 2 , polysilicon or 

5 

silicide. 

The terms wafer or substrate used in the description include any 
1 0 semiconductor-based structure having an exposed silicon surface in which to form 

the contact electrode structure of this invention. Wafer and substrate are to be 
understood as including silison-on insulator (SOI) technology, silicon-on-sapphire 
l5 (SOS) technology, doped and undoped semiconductors, epitaxial layers of silicon 

supported by a base semiconductor foundation, and other semiconductor 
structures. Furthermore, when reference is made to a wafer or substrate in the 
following description, previous process steps may have been utilized to form 

20 

regions/junctions in the base semiconductor structure or foundation. 

The method for CVD deposition a platinum group metal according to 
2 5 the present invention may deposit a continuous film of the metal having good step 

coverage to a thickness of about 50 to about 1000 Angstroms, preferably about 
500 to about 700 Angstroms. In order to deposit the platinum group metal, the 
substrate should remain in the CVD deposition chamber for a time ranging from 

30 

about 45 to about 1000 seconds, preferably from about 75 to about 150 seconds, 
most preferably about 100 seconds. The time for the substrate to remain in CVD 
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deposition chamber in accordance with the present invention will be determined 
based on the platinum group metal which is to be deposited as well as the substrate 
on which the metal is to be deposited. The timing of the reaction is also 
dependent upon the other reaction parameters, such as the flow rate of the 
saturated organic precursor flow gas, the temperature and the pressure at which 
reaction takes place or whether the injection of the materials into the deposition 
apparatus is in liquid or gaseous form. 

An exemplary apparatus used in the process for depositing a platinum 
group metal according to one embodiment of the present invention is described 
below. It is to be understood, however, that this apparatus is only one example of 
many possible different apparatuses that may be used to deposit the platinum group 
metal by chemical vapor deposition according to the invention. The invention is 
not intended to be limited by the particular apparatus described below. 

Referring now to Fig. 1, the apparatus is generally indicated by reference 
number 10. The apparatus 10 includes an oxygen gas source 46 which supplies 
oxygen to the apparatus 10 and a nitrous oxide gas source 45 which provides 
nitrous oxide to the apparatus 10. The flow rate of the oxygen and nitrous oxide 
are controlled by flow controllers 12. The flow controllers 12 enable the apparatus 
to vary the mixture of oxygen and nitrous oxide gas that is fed to the apparatus 
depending upon the other reaction coordinates, the metal to be deposited as well 
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as the surface onto which the metal is to be deposited. The nitrous oxide flows 
through conduit 49 through the flow controller 12 and mixes with the oxygen, 
which is carried through conduit 47, into the vessel 20. 

While the apparatus shows two gas sources 45 and 46, it should be 
understood that the apparatus may contain a single gas source where the desired 
proportion of oxygen and nitrous oxide gases were mixed prior to the gas source of 
the apparatus. 

The apparatus 10 also includes a flow gas source 44. The flow gas 
source 44 provides flow gas into which the organic platinum group metal precursor 
will be bubbled into for deposition in the CVD deposition chamber 50. The flow 
gas flows through conduit 51 past flow controller 12 and into the vessel 20. The 
flow gas may be any noble gas which is capable of carrying the organic platinum 
group metal precursor into the deposition chamber, preferably the flow gas is 
helium, argon or nitrogen. 

The flow gas flows through conduit 53 past the source bubbler 16 where 
the flow gas becomes saturated with the organic platinum group metal precursor. 
The saturated flow gas is then mixed with oxygen and nitrous oxide and fed to the 
CVD deposition chamber 50 through conduit 48. The gases flowing though 
conduit 48 are heated to a predetermined temperature by heater 22 before entering 
the CVD deposition chamber 50. The gas flows through nozzle 28 into the CVD 
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deposition chamber 50. The CVD deposition chamber is also heated to a 
predetermined reaction temperature by heat source 34. 

The temperature in the CVD deposition chamber 50 is measured by a 
thermocouple 24 which is in contact with the substrate 26. Pressure in the CVD 
deposition chamber 50 is controlled by the pump 30 and the pump valve 40. The 
pressure in the CVD deposition chamber can be determined by the pressure gauge 
18. A platinum group metal film is then deposited on the substrate 26 from the 
gas. Once the substrate 26 has been in the CVD deposition chamber 50 for a 
predetermined period of time, the substrate 26 is removed from the CVD 
deposition chamber 50. 

The invention provides a method of deposition of platinum group metals 
in the presence of both oxygen and nitrous oxide. While not wishing to be bound 
by theory, it is believed that the addition of the nitrous oxide to the oxygen 
modulates the growth of the platinum group metal film. It is believed that this 
modulation of growth of the film occurs because the nitrous oxide is a weaker 
oxidizing agent than the oxygen and the combination of these two oxidizing gases 
modulates the growth of the platinum group metal film while reducing the carbon 
content in the film. Thus the method creates a platinum group metal film that is 
both consistently smooth and has good step coverage. 
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The combination of good step coverage and a continuous film is useful 
for deposition in integrated circuits, especially for the top and bottom electrode in 
a capacitor in a memory cell. In integrated circuit manufacturing, there is 
continuous pressure to decrease the size of individual cells and increase memory cell 
density to allow more memory to be squeezed onto a single memory chip. 
However, it is necessary to maintain a sufficiently high storage capacitance to 
maintain a charge at the refresh rates currently in use even as cell size continues to 
shrink. This requirement has led manufacturers to turn to three dimensional 
capacitor designs, including trench and stacked capacitors. A particular type of 
stacked capacitor is a container capacitor. In a container capacitor, it is important 
that the material forming the electrode layers of the capacitor, specifically the lower 
electrode, be consistently deposited with good step coverage so that the memory 
circuit can take advantage of the capacitance of the deep container walls. The 
present invention provides a method for forming films of platinum based metals 
that can meet these requirements. 

The invention is further explained with reference to the following 
examples. This invention is not intended to be hrnited by the particular examples 
described below. 
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Platinum was deposited onto an 8" wafer in a 5000 L chamber by 
adding Me(Cp)PtTM under the following conditions: 



Temperature (°C) 


Pressure 
(Torr) 


o 2 

(seem) 


N 2 0 
seem 


275 


30 


900 


900 



The platinum was deposited with a helium carrier flow rate of 200 seem 
for 100 seconds. This resulted in a continuous deposition of platinum on the 
wafer. 



Exampl e 2 

Platinum was deposited onto a silicon surface by adding Me(Cp)PtTM 
under the following conditions: 



Temperature X°C) 


Pressure 
(Torr) 


o 2 

(seem) 


N 2 0 
seem 


275 


30 


900 


900 



The platinum precursor was saturated with a helium carrier. The 
platinum was deposited with a helium carrier flow rate of 200 seem for 100 
seconds. This resulted in a continuous deposition of platinum on the silicon. The 
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resultant film had a thickness of 175 Angstroms. The continuous film can be seen 
in Fig. 2. 



Platinum was deposited onto a BPSG surface by adding Me(Cp)PtTM 
under the following conditions: 



Temperature (°C) 


Pressure 
(Torr) 


o 2 

(seem) 


N 2 0 
seem 


275 


30 


900 


900 



The platinum precursor was saturated with a helium carrier in the 
presence of argon. The platinum was deposited with a helium carrier flow rate of 
200 seem for 150 seconds. This resulted in a continuous deposition of platinum 
onto the BPSG. The resultant film had a thickness of 298 Angstroms and a 69% 
step coverage. 



Platinum was deposited onto a silicon surface by adding Me(Cp)PtTM 
under the following conditions: 



Temperature (°C) 


Pressure 
(Torr) 


o 2 

(seem) 


N 2 0 
seem 


400 


15 


900 


0 
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The platinum precursor was saturated with a helium carrier. The 
platinum was deposited with a helium carrier flow rate of 200 seem for 120 
seconds. This resulted in a rough deposition of platinum on the silicon. The 
resultant rough film had a thickness of 960 Angstroms. The rough film can be 
seen in Fig. 3. 

Example 4 

A lower electrode for a capacitor in a memory cell was formed of 
platinum according to the present invention. 

Referring to Fig. 4, a semiconductor wafer fragment at an early 
processing step is indicated generally by reference numeral 100. The 
semiconductor wafer 100 is comprised of a bulk silicon substrate 112 with field 
isolation oxide regions 114 and active areas 116, 118, 120 formed therein. Word 
lines 122, 124, 126, 128 have been constructed on the wafer 100 in a conventional 
manner. Each word line consists of a lower gate oxide 1 30, a lower poly layer 132, 
a higher conductivity silicide layer 134 and an insulating silicon nitride cap 136. 
Each word line has also been provided with insulating spacers 138, which are also 
composed of silicon nitride. 

Referring now to Fig. 5, a thin layer 140 of nitride or TEOS (tetraethyl 
orthosilicate) is then provided atop the wafer 100. Next a layer of insulating 
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material 142 is deposited. The insulating material preferably consists of BPSG. 
The insulating layer 142 is subsequently planarized by chemical- mechanical 
polishing (CMP). 

Referring now to Fig. 6, plug openings have been formed through the 
insulating layer 142. The plug openings 144 are formed through the insulating 
layer 142 by photomasking and dry chemical etching the BPSG relative to the thin 
nitride layer 140. 

Referring now to Fig. 7, a conductive plug layer 146 is formed. An 
example of the material used to form conductive plug layer 146 is in situ arsenic or 
phosphorous doped poly. Referring now to Fig. 8, the conductive plug layer 146 
is dry etched (or chemical-mechanical polished) to a point just below the upper 
surface of the BPSG layer 142 such that the remaining material of the conductive 
plug layer 146 forms electrically isolated plugs 146 over the active areas 116, 118, 
120. 

Still with reference to Fig. 8, an additional layer 148 of BPSG is then 
deposited on the structure. Referring now to Fig. 9, capacitor openings 150 are 
then formed in the BPSG layer 148 by photomasking and dry chemical etching. 
The height of the plugs, as defined by the conductive plug layer 146 over the 
non-bit line active areas 116, 120 is also reduced by this step. 
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Referring now to Fig. 10, a platinum layer 152 that will form the lower 
electrode of the capacitor is deposited. The platinum layer 152 is deposited by 
chemical vapor deposition. The platinum is deposited by flowing 200 seem of 
helium past an organic platinum precursor of Me(Cp)PtTM. The platinum is 
deposited in an atmosphere of 900 seem 0 3 and 900 seem N 2 0 at a temperature of 
about 275°C and a pressure of 30 Torr. The platinum is deposited with helium as 
the flow gas at a rate of 200 seem for 100 seconds. The process formed a 
continuous platinum layer 152 with good step coverage. 

Since the platinum layer 152 is resistant to oxidation it provides an 
excellent surface for the deposition of the high dielectric constant material. In 
addition, the platinum layer 152 protects the top surface of the poly plug 146 from 
strong oxidizing conditions during further deposition. Therefore platinum is used 
as the lower portion of the first electrode since it will not oxidize during 
subsequent deposition, etches or anneals. 

Referring to Fig. 11, the upper layer of the electrode 152 is removed 
from the -top surface of the BPSG layer 148. Preferably this is done by CMP. A 
dielectric layer 153 is then deposited over the platinum layer 152. The dielectric 
layer 153 may also be formed of any dielectric material. A second electrode (not 
shown) is deposited over the dielectric layer 153 to complete the cell. Any suitable 
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electrode material may be used, including but not limited to a platinum group 
metal deposited according to the present invention. 

It should again be noted that although the invention has been described 
with specific reference to DRAM memory circuits and container capacitors, the 
invention has broader applicability and may be used in any integrated circuit 
requiring capacitors. Similarly, the process described above is but one method of 
many that could be used. Accordingly, the above description and accompanying 
drawings are only illustrative of preferred embodiments which can achieve the 
features and advantages of the present invention. It is not intended that the 
invention be limited to the embodiments shown and described in detail herein. 
The invention is only limited by the spirit and scope of the following claims. 

What is claimed as new and desired to be protected by Letters Patent of 
the United States is: 



1. A method for depositing a platinum group metal on a substrate, 
comprising the steps of: 

depositing said platinum group metal onto a substrate in a CVD 
deposition chamber in the presence of both oxygen and nitrous oxide at a 
predetermined temperature and pressure. 

2. The method according to claim 1, wherein said platinum group metal 
is selected from the group consisting of Ru, Rh, Pd, Os, Ir and Pt. 

3. The method according to claim 2, wherein said platinum based metal 

is Pt. 

4. The method according to claim 1, wherein said predetermined 
temperature is from about 200°C to about 600°C. 

5. The method according to claim 1, wherein said predetermined 
pressure is from about 1 to about 1000 Torr. 

6. A method for depositing a platinum group metal on a substrate, 
comprising the steps of: 

introducing a substrate into a CVD deposition chamber; 
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bubbling a gas over an organic platinum based metal precursor; 

introducing said gas and said organic platinum based metal precursor to 
said CVD deposition chamber; 

introducing oxygen to said CVD deposition chamber; 

introducing nitrous oxide to said deposition chamber; and 

depositing said platinum group metal onto said substrate in said CVD 
deposition chamber at a predetermined temperature and pressure. 

7. The method according to claim 6, wherein said gas is a non-reactive 

gas. 

8. The method according to claim 6, wherein said organic platinum 
based metal precursor is selected from the group consisting of cyclopentadienyl 
trimethylplatinum (IV) anduiethylcyclopentadienyl trimethylplatinum 

CH 3 (C 5 H 5 )Pt(CH 3 )3. 

9. The method according to claim 8, wherein said organic platinum 
based metal precursor is methylcyclopentadienyl trimethylplatinum 
CH 3 (C s H 5 )Pt(CH 3 ) r 
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10. The method according to claim 6, wherein said predetermined 
temperature is from about 200°C to about 600°C. 

11. The method according to claim 6, wherein said predetermined 
pressure is from about 1 to about 1000 Torr. 

12. The method according to claim 7, wherein said non- reactive gas is 
selected from the group consisting of nitrogen, helium, neon, argon, krypton, and 



15 13. The method according to claim 12, wherein said non-reactive gas i 

selected from the group consisting of helium, argon and nitrogen 
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14. The method according to claim 13, wherein said non-reactive gas is 

helium. 

15. The method according to claim 7, wherein said non-reactive gas is 
introduced into said CVD deposition chamber at a rate of about 50 to about 500 



16. The method according to claim 15, wherein said non-reactive gas is 
introduced into said CVD deposition chamber at a rate of about 200 seem. 
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17. The method according to claim 6, wherein the ratio of oxygen: 
nitrous oxide in the CVD deposition chamber is from about 5:95::95:5. 

18. The method according to claim 17, wherein said ratio is from about 
46:60::60:40. 

19. The method according to claim 18, wherein said ratio is about 

50:50. 

20. The method according to claim 6, wherein said substrate is selected 
from the group consisting of BPSG, Si, TiN, Ti, oxides, PSG, Si 3 N 2 , polysilicon 
and silicide. 

21. The method according to claim 20, wherein said substrate is 
selected from the group consisting of BPSG and Si. 

22. The method according to claim 6, wherein said substrate is a 
capacitor for a memory cell. 

23. The method according to claim 6, wherein said platinum based 
metal is deposited onto said substrate in said CVD deposition chamber for a time 
of about 75 to about 150 seconds. 
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24. The method according to claim 6, wherein said platinum based 
metal is deposited at a thickness of from about 50 to about 1000 Angstroms. 

25. A method for depositing platinum onto a substrate, comprising the 

steps of: 

introducing a substrate into a CVD deposition chamber; 

bubbling a non-reactive gas over an organic platinum precursor selected 
from the group consisting of cyclopentadienyl trimethylplatinum (IV) and 
methylcyclopentadienyl trimethylplatinum CH 3 (C 5 H s )Pt(CH 3 ) 3 ; 

introducing said non- reactive gas and said organic platinum precursor to 
said CVD deposition chamber; 

introducing a 50/50 mixture by volume of oxygen and nitrous oxide to 
said CVD deposition chamber; 

depositing said platinum group metal onto said substrate in said CVD 
deposition chamber at a temperature of from about 200 to about 600 °C and 
pressure of from about 1 to about 1000 Torr to form a continuous film on said 
substrate with good step coverage. 
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26. The method according to claim 25, wherein said organic platinum 
precursor is methylcyclopentadienyl trimethylplatinum CH 3 (C s H 5 )Pt(CH 3 ) 3 . 

27. The method according to claim 25, wherein said substrate is 
selected from the group consisting of BPSG, Si, TiN, Ti, oxides, PSG, Si 3 N 2 , 
polysilicon and silicide. 

28. The method according to claim 27, wherein said substrate is 
selected from the group consisting of BPSG and Si. 

29. The method according to claim 28, wherein said substrate is a 
capacitor for a memory cell. 

30. The method according to claim 25, wherein said temperature is 
about 275°C. 

31. The method according to claim 30, wherein said pressure is about 

30 Torr. 

32. The method according to claim 25, wherein platinum is deposited 
onto said substrate in said CVD deposition chamber for a time of about 100 to 
about 120 seconds. 
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33. The method according to claim 25, wherein said platinum based 
metal is deposited at a thickness of about 500 Angstroms. 

34. The method according to claim 254, wherein said non-reactive gas 
is selected from the group consisting of nitrogen, helium, neon, argon, krypton, 
and xenon. 

35. The method according to claim 34, wherein said non-reactive gas is 

helium. 

36. The method according to claim 25, wherein said non-reactive gas is 
introduced into said CVD deposition chamber at a rate of about 200 seem. 

37. A capacitor comprising: 

a first electrode and a second electrode; 

a dielectric provided between said electrodes; and 

wherein at least one of said first and second electrodes is formed of a 
continuous platinum group metal formed in the presence of both oxygen and 
nitrous oxide. 
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38. The capacitor according to claim 37, wherein said electrode is 
formed of a material selected from the group consisting of Ru, Rh, Pd, Os, Ir and 
Pt. 

39. The capacitor according to claim 37, wherein said electrode is 

platinum. 

40. The capacitor according to claim 39, wherein said platinum 
electrode is the lower electrode. 

41. A capacitor comprising: 

a first electrode and a second electrode; 

a dielectric provided between said electrodes; and 

wherein at least one of said first and second electrodes is formed by 
depositing platinum in a CYD deposition chamber in the presence of both oxygen 
and nitrous oxide at a predetermined temperature and pressure. 

42. The capacitor according to claim 41, wherein said temperature is 
from about 250°C to about 300°C. 
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43. The capacitor according to claim 41, wherein said pressure is from 
about 15 to about 30 Torr. 

5 44. The capacitor according to claim 41, wherein said platinum 

electrode is the lower electrode. 

45. The capacitor according to claim 44, wherein said platinum 

10 

electrode has a thickness of about 500 angstroms. 

15 
20 
25 
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ABSTRACT 

A method of depositing a platinum based metal film by CVD deposition 
includes bubbling a non-reactive gas over an organic platinum based metal 
precursor until the non-reactive gas is saturated with the precursor. The platinum 
based metal film is deposited onto a substrate in a CVD deposition chamber in the 
presence of both oxygen and nitrous oxide at a predetermined temperature and 
under a predetermined pressure. The resulting film is consistentiy smooth and has 
good step coverage. 



S#3_02!.SAM,858084 (M4065.069) 



r kct No.: M4065.069/P069 
ivlicron No.: 98-0215.00/US 



IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 



As the below named inventor, I hereby declare that: 

My residence, post office address and citizenship are as stated below next to my 

name. 

I believe I am the original, first and joint inventor of the subject matter which is 
claimed and for which a patent is sought on the invention entitled: 

CONTINUOUS GOOD STEP COVERAGE PLATINUM METAL 
DEPOSITION . 

The specification of which is attached hereto. 

I hereby state that I have reviewed and understand the contents of the above 
identified specification, including the claims, as amended by an amendment, if any, 
specifically referred to in this oath or declaration. 

I acknowledge the duty to disclose all information known to me which is 
material to patentability as defined in Title 37, Code of Federal Regulations, § 1.56. 

I hereby claim foreign priority benefits under Tide 35, United States Code, 
§ 119/365 of any foreign application^ ) for patent or inventor's certificate listed below and 
have also identified below any foreign application for patent or inventor's certificate having 
a filing date before that of the application on which priority is claimed: 

None 

I hereby claim the benefit under Tide 35, United States Code, § 120/365 of 
any United States and PCT international application^ ) listed below and, insofar as the 
subject matter of each of the claims of this application is not disclosed in the prior United 
States application in the manner provided by the first paragraph of Title 35, United States 
Code, § 112, 1 acknowledge the duty to disclose all information known to me to be 
material to patentability as defined in Tide 37, Code of Federal Regulations, § 1.56(a) 
which became available between the filing date of the prior application and the national or 
PCT international filing date of this application: 
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I hereby declare that all statements made herein of my own knowledge are true 
and that all statements made on information and belief are believed to be true; and further 
that these statements were made with the knowledge that willful false statements and the 
like so made are punishable by fine or imprisonment, or both, under Section 1001 of Tide 
18 of the United States Code and that such willful false statements may jeopardize the 
validity of the application or any patent issued thereon. 

Please address all correspondence to Thomas J. D'Amico of Dickstein Shapiro 
Morin & Oshinsky LLP located at 2101 L Street, NW, Washington, DC 20037-1526. 
Telephone calls should be made to Thomas J. D'Amico by dialing (202) 828-2232. 



Full name of 1st joint inventor: Garo f\ Derderian 

Inventor's signaturs- -?-^-^. L /&fAy _ y^fj^OCd^ Date /^C^f ■^ / / /7?2 

Residence: Boise, Idaho 

Citizenship: United States of America 

Post Office Address: 2040 Crystal Way, Boise, Idaho 83706 



SQMB01 I.SAM- 874307 ( M4065.069) 



2 



PATENT 
Docket No. 
Micron No. 



M4065. 069/P069 
98-0215. 00/US 



IN THE UNITED STATES 
PATENT AND TRADEMARK OFFICE 

Patent Application 

Inventor: Garo J. Derderian 

Serial No.: Not Yet Assigned Group Art Unit: Not Yet 

Assigned 

Filed: Concurrently Herewith Examiner: Not Yet Assigned 

For: CONTINUOUS GOOD 

STEP COVERAGE CVD 
PLATINUM METAL 
DEPOSITION 



POWER OF ATTORNEY BY ASSIGNEE AND 
CERTIFICATE BY ASSIGNEE UNDER 37 C.F.R. § 3.73(b) 

Micron Technology, Inc. , assignee of the entire right, 
title and interest in the above-identified application by virtue 
of the assignment attached hereto (which is also being submitted 
concurrently for recordation) , hereby appoints the attorneys and 
agents of the firm of Dickstein Shapiro Morin a Oshinsky LLP 
located at 2101 L Street, NW, Washington, DC 20037-1526, listed 
as follows: Gary M. Hoffman, 26,411; Thomas J. D'Amico, 28,371; 
Donald A. Gregory, 28,954; James W. Brady, Jr., 32,115; Jon D. 
Grossman, 32,699; Mark J. Thronson, 33,082; Laurence D. Fisher, 
37,131; John R. Fuisz, 37,327; Juliana Haydoutova, P43,313; James 
M. Heintz, P41,828; Herbert V. Kerner, P42,721; Gianni Minutoli, 
41,198; Eric Oliver, 35,307; William E. Powell, III, 39,803; 
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James M. Silbermann, 40,413; Richard Veltman, 36,957 and Darius 
Gambino, 41,472, and also attorneys Michael L. Lynch, 30,871; Lia 
M. Pappas, 34,095; W. Eric Webostad, 35,406; and Charles B. 
Brantley, II, 38,086 of Micron Technology, Inc. as its attorneys 
with full power of substitution to prosecute this application and 
to transact all business in the Patent and Trademark Office in 
connection therewith. 

The assignee certifies that the above-identified 
assignment has been reviewed and to the best of the assignee's 
knowledge and belief, title is in the assignee. 

Please direct all correspondence regarding this 
application to the following: 

Thomas J. D'Amico, Esq. 

Dickstein Shapiro Morin & Oshinsky LLP 
2101 L Street, NW 
Washington, D.C. 20037-1526 
Telephone: (202) 828-2232 
Facsimile: (202) 887-0689 

MICRON TECHNOLOGY, INC. 
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Chief Patent Counsel 
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